4.3.3   FiHed Slab Cores

Filling the cores in the connection region increases the joint
capacity. As the exterior joints have a slab on one side of the
joint only, lesser load is transferred through the slab end as
compared to the interior joints. Therefore, filling the cores in
exterior joints will have somewhat less of an effect.

4.3.4   Dry Packing

Poor dry packing can lead to premature joint failure. Dry packing
is more difficult in exterior joints, . because mortar has to be
packed from one side of the joint only. Consequently, the prob-
ability of inadequate packing is higher.
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